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@ Method and apparatus lor the polymer coating of substrates 

® A method and apparatus for the coating of a substrate 
such as a polyethylene terephthalate container with a gas 
barrier coating of a copolymer of vinylldene chloride is 
disclosed. The method includes locating the container to be 
coated in close proximity to one or more airless spray 
nozzles and impacting the outside surface of the container 
with a stream of a stabilized aqueous polymer dispersion 
such as an aqueous polyvinylidene chloride dispersion. The 
impacting force of the stable polyvinylidene chloride disper- 
sion on the surface of the container is sufficient to cause 
selective destabillzation of the dispersion at the surface 
interface to form a gel layer containing the polymer in the 
continuous phase. This gel layer serves as an adhesive layer 
for an overlying layer of the aqueous polymer dispersion as a 
continuous uniform coating. The resulting wet coating does 
not sag or run off. The coating on the container is then dried 
in a controlled atmosphere to complete the get formation 
throughout its thickness whereupon it is further dried to 
remove the water from the coating and to collapse the gel to 
form a film without distorting the container. The dried 
coating is smooth, uniform and uniformly transparent. In 
operation, the overspray can be collected and returned to 
achieve greater than 95% material efficiency. 
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Method and Apparatus for the Polymer Coatlncr 
of Substrates 

This invention relates to coating substrates, especially 
performed plastic substrates, and barrier coating of 

5 plastic containers. For instance, polyethylene terephtha- 
late bottles are coated with a copolymer of polyvinyl idene 
^chloride to provide the bottles with a gas barrier coating. 
More particularly, conventional airless spray equipment is 
employed to provide the surface of polyethylene terephtha- 

lO late containers with a high quality, uniformly transparent 
barrier coating to substantially reduce or prevent the 
passage of gases through the walls of the containers. 

Plastic containers for beverages made of polyethylene 
terephthalate (commonly referred to as 
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PET bottles or containers) have become popular for a 
number of reasons including their light weight; their 
strength and capacity to hold beverages, including 
carbonated beverages such as soft drinks and colas; 
their lack of toxicity and the economies of materials 
and methods by which the containers can be manufac- 
tured. Typically, these containers are made by a 
process called "blow molding" in which a preform or 
pari son is heated and stretched both axially and 
radially by air pressure in a mold to the desired 
shape of the container. Such biaxially oriented PET 
containers are strong and have good resistance to 
creep, i.e., they maintain their dimensions even under 
the internal pressure caused by gases in the liquid 
inside the bottles. Moreover, the containers are 
relatively thin walled, and hence are lightweight but, 
nevertheless, are capable of withstanding without 
undue distortion over the desired shelf life of the 
product the internal pressure exerted by a cairbonated 
liguict, such as soft drinks and colas. 

However, a major problem with such thin- 
walled PET containers are that they are permeable to 
gases such as carbon dioxide and oxygen. That is, 
with PET containers, these gases are capable of 
migrating or passing through the wall of the container 
due to the pressure differential between the gas 
inside and ' the pressure outside of the container. 
Thus, in the case of bottles containing carbonated 
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liquids the pre5=;surizing carbon dioxide in the liquid 
which is typically at a pressure on the order of 60-75 
pounds per square inch gauge (psig) can migrate 
through the walls of the container and be released. 

5 This migration of carbon dioxide takes place over a 
period of time. As a result, the carbonated liquid 
gradually loses its carbon dioxide; and, when the 
bottle is opened, the beverage lacks carbonation or is 
what is commonly referred to as being "flat". Con- 

lO versely, PET containers are permeable to oxygen which 
permits the oxygen in room air to migrate through the 
walls and into the container which can cause spoilage 
of certain comestibles contained in the containers 
which are subject to deterioration by the presence of 

15 oxygen. This then affects the flavor and quality of 
the container contents. 

At present, one commercial manufacturer and 
bottler of carbonated soJEt drinks requires that the 
loss of pressure in PET bottles at room temperature 

20 (23'C 50% r.h.) over a sixteen week period be no more 
than 15%, e.g., no more than 9 psig starting from 60 
psig. This is referred to as the "shelf life" of the 
bottle, i.e., how,,-long the bottle and its contents can 
be held prior to sale without unacceptable deteriora- 

25 tion of product quality. With uncoated PET bottles, 
in some cases, the time required to distribute the 
bottles to the point of sale alone can exceed this 
shelf life for up to one-half of the United States. 
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The problem of ge.s permeability in PET 
bottles or containers is particularly severe where the 
container is relatively small; and, as a result, the 
ratio of the jsur face area of the container to the 
volume of the contents is larger than with larger 
containers. An example of such a container is a 1/2 
liter size container, which is a desirable size for 
carbonated liquids such as soft drinks and colas. 

For the foregoing reasons , prior workers in 
the art have found it desirable to provide PET con- 
tainers with a layer of material which has a low vapor 
and gas permeability which thus provides a coating or 
barrier on the surface of the containers to prevent 
the passage of gases therethrough. One material which 
has been employed by prior art workers to provide such 
a barrier coating is a copolymer of vinylidene chlor- 
ide (commonly referred to as PVDC) . This material is 
a polymer which may be applied as a latex, i.e., an 
aqueous polymer dispersion and thereafter dried to 
form the desired barrier coating. Various techniques 
have been employed to apply barrier coatings of PVDC 
latices including the coating of PET preforms prior to 
blow molding and roll coating of the surface of blow 
molded PET containers. 

Although PVDC has been successfully applied 
to the surface of PET containers by such methods as 
roller coating, such a process is not particularly 
efficient or economical in that it does not lend 
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itself to high speed production rates. That is/ in 
industry, PET bottles are produced at a rate of 700 to 
1800 bottles per minute. Thus, an efficient and 
economic coating process should provide the PET bottle 

5 with a PVDC coating at a rate of 300 bottles per 

minute or greater. Currently, the cost o£ equipment 
to satisfy this production rate or even higher rates 
by roller coating is inordinately high. 

Prior patents disclose a number of tech- 

lO niques for coating polymer latices including roller 
coating, brush coating, dip coating, spray coating, 
electrostatic coating, centrifugal coating, cast 
coating, and others. For example, recently issued 
U.S. Patent 4,370,368 refers to such techniques in 

15 general and, in the operating examples, again gener- 
ally refers to them sis suitable ways to deposit the 
latex on a preformed plastic surface usually with a 
wetting property-improving preliminary treatment such 
as anchoring layers or the like. Specific reference 

20 is ma'de in this patent to "spray coating" of latex in 
the examples, but for instance, in Examples 10 and 13, 
the plastic bottle is first dip-coated to provide an 
anchoring agent before spray-coating with a PVDC 
latex. Other patents have dealt with the problems of 

25 attempting to spray coat plastic bottles with latices 
such as U.S. Patents 3,696,987; 3,804,663; 4,004,049 
and British Patent 2,014,160. There may be other 
patents of interest as background to this invention. 



but the above are rrierely cited not to completely 
develop the prior art but to help illustrate and 
highlight this invention. For instance, U.S. Patent 
3,804,663 approaches the known problems of latex 
coating by spinning the coating during spraying 
thereby causing centrifugal force to distribute and/or 
hold the dispersion uniformly on the wall and heating 
to fusion while continuing to spin. U.S. Patent 
4,004,049 deals with sprayable latex adhesives with 
O the objective to break the emulsion upon spraying, 
i.e., atomize and destabilize the latex to produce a 
pebbly, particulate pattern which requires little or 
no drying. While the aforementioned remaining patents 
again generally mention spraying, no attention is 
.5 apparently given to problems associated with such 

techniques . 

It is known in industry that spray coating 
is ah efficient and high speed method of applying 
coating materials in a liquid form to substrates. 
20 However, as evidenced by the above patents, special 

considerations apply when attempting to spray polymer 
latices. It would be highly desirable if a process 
could be provided for using conventional equipment to 
coat such latices on plastic bottles such as PET. 
25 But, applicants have found that when PET bottles are 
spray coated with aqueous polymer dispersions of PVDC 
according to conventional spray coating techniques the 
resulting coating is very non-uniform and, when dried. 
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the coating is not uniformly transparent such that it 
distorts the surface appearance of the bottle and thus is 
totally commercially unacceptable. Moreover^ the 
pressure losses from such spray coating containers are 
unacpeptably high. That is, in today's commercial 
applications, the PVDC or any polymer barrier coating on 
PET containers must be highly uniform, smooth, clear, 
uniformly transparent, glossy, not subject to delamination 
and not cracked or crazed as well as substantially 
impermeable to gas migration. Otherwise, the coated 
container is simply unusable commercially. Prior 
to the present invention, a process has not been 
available to coat with conventional spray equipment and 
processing PET containers with PVDC which- produces 
barrier coatings meeting these requirements. 

In one broad aspect of this invention, a unique 
method of coating aqueous polymer latices or dispersions 
onto substrates, especially plastic substrates, is pro- 
vided. The method is achieved by impacting a streaun 
of an aqueous polymer dispersion onto the substrate 
surface so as to destabilize and invert the dispersion at 
the surface to form a gel layer having the polymer in the 
continuous phase of the layer. Overlying the gel layer is 
a layer of the polymer dispersion. Thus, the process 
provides 
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initially a wet uniform coating of the substrata with 
a gel layer that adheres the dispersion to the sub- 
strate and this physicochemical state of the coating 
is achieved by impacting a stream of the aqueous 
polymer dispersion onto the substrate. The uniform 
coating is then dried to complete the gellation of the 
entire coating thickness prior to complete coalescence 
into a polymer film. 

Advantageously, it has been found that 
conventional airless spray equipment may be used to 
achieve the results. However , the results are 
achieved in a very unconventional manner in that the 
equipment is used to create the stream of polymer 
latex so as not to destabilize it until it impacts on 
the substrate surface and then only to produce a wet 
coating of the dispersion having the underlying gel 
layer. Applicants have discovered that this critical 
process leads to barrier coatings which exceed known 
properties heretofore achieved by the industry. 

The present invention has also overcome the 
problem of applying PVDC barrier coatings on PET 
containers by providing a coating process which 
results in PET containers having a substantially 
gas-impermeable, clear, smooth, uniformly transparent 
PVDC barrier coating having a high gloss which does 
not contain cracks or crazing. Preferably, ^'this 
process is carried out by airless spraying equipment 
for coating PET containers with an aqueous dispersion 
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of PVDC and thus is amenable to high speed production 
processes with high coating efficiencies. 

According to the preferred process of the present 
invention, a PET container at^ room temperature is 
located in close proximity to one or more airless spray 
nozzles through which is passed an aqueous dispersion of 
PVDC such that the outside surface of the container is 
impacted with a stream of the aqueous dispersion of PVDC 
to provide the outside surface of the container with a 
wet coating of PVDC having the gel interfacial layer and 
the overlying aqueous dispersion uniformly deposited as an 
integral coating. The preferred bottle-coating process 
proceeds by first completely depositing the gel layer on 
the entire surface of the bottle. At this point, the 
gel layer serves as a buffer or cushion to the further 
development of gel because the impact force is reduced and 
the gel serves as a wetting surface for the overlying 
layer of polymer dispersion. The coating is then 
dried to remove the water and complete the gel forma- 
tion from the interfacial layer foundation at. the PET ' 
surface to the outermost surface of the PVDC coating. 
Thereafter, heating is continued to film- form or 
completely coalesce the PVDC polymer coating. It is 
preferred to quickly warm the wet coating with radiant 
heat to first complete the gel formation of the coating 
which has been initiated by impacting the dispersion. 
The oven time and temperature are short 
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enough to prevent distortion of the PET bottle. 
Thereafter, drying is continued preferably with 
radiant heat to remove the water and completely 
collapse or coalesce the gel into a coating film. In 
5 order to provide the superior barrier coating proper- 
ties of PVDC on PET, these steps are essential. 

Another method for drying of the coating is 
carried out at a controlled humidity and temperature 
to prevent top rapid a removal of water from the 
lO coating. For instance a preferred environment for 

drying of the coating is 20 to 90% relative humidity 
and a temperature of 170-175'F- Again the oven time 
is short enough to keep the temperature of the PET 
container below about its 140»F distortion temperature 
15 but yet long enough to dry the coating to a substan- 
tially tack-free condition. The resulting coating, is 
highly uniform, smooth, clear, uniformly transparent, 
glossy, not subject to delamination, and is not 
cracked or crazed. Moreover, the coating is substan- 
20 tially gas- impermeable and meets the "shelf life" 

standard of no more than a 15% loss of pressure over a 
sixteen week period referred to above. 

In the practice of this invention, a stream 
of a stablized dispersion of polymeric particles in 
25 water impacts upon the surface and destabilization of 
the dispersion occurs at the surface of the container. 
Destabilization of the dispersion at the container 
surface upon impact causes an inversion of the 



lO 



0099727 

-13- 

dispersion into thin gel layer at the interface with 
the surface • This gel layer now contains the polymer 
in the continuous phase and the water in the discon- 
tinuous phase. The thin gel layer serves as the 
foundation for the uniform deposition of the polymeric 
dispersion onto the surface without run-off, sagging 
or discontinuity. The aqueous polymeric dispersion is 
then capable of being adhered to the surface of the 
container by means of the viscous gel layer with which 
it is intimately associated and upon which the unin- 
verted aqueous dispersion of polymeric particles is 
layered. While the thicknesses of these layers will 
vary, for instance in a total wet coating thickness of 
about 4 to 24 microns, the gel layer may be 2 to 12 
microns, more or less, and the layer of uninverted 
dispersion makes up the difference in coating thick- 
ness. It is believed that between the gel layer and 
the overlying aqueous dispersion there is a gradual 
interchange of materials • Applicants do not wish to 
be limited to the precise inter-physical relationship 
of these layers. However, it has been found critical 
to impact the surface with a stream of the dispersion 
so that selective destabilization of the dispersion 
takes place at the surface to form the essential gel 
25 layer. It has been found that the gel layer serves 
several important functions which distinguish this 
process from the prior art processes. It enables 
aqueous polymeric dispersions to be uniformly wet 
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coated onto substrates with sufficient adhesion 'in a 
rapid and efficient manner with conventional spraying 
equipment. The gel layer at the interface of the 
surface enables, upon drying of the coating, a coh- 
5 tinuous inversion of the dispersion to a complete gel 
layer which may then be completely coalesced to a 
uniform film of polymer having superior adhesive and 

barrier properties . 

It has been demonstrated that the critical 
lO gel layer is achieved by the close proximity of the 
surface of the bottle to the airless spray nozzle in 
combination with the pressure of the liquid stream to 
cause a sufficiently high impact force of the PVDC 
coating latex with the surface of the container. 
15 Furthermore, it has been demonstrated that complete 

atomization or spraying in the classical or industrial 
sense will not achieve the results of this invention. 
It has been found when atomization is complete at a 
distance which is essential for spray coating by 
20 employing airless spray nozzles, for instance, then 
such an atomization is completely unsatisfactory for 
purposes of this invention. Under such circumstances, 
the atomized particle reaches the substrate with 
insufficient energy to impact and form a gel layer. 
25 Instead, such atomized particles collect on the 

surface and create a pebbly or non-uniform coating and 
when dried the barrier properties are poor. Other 
attempts to coat dispersions without impacting may 
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result in non -uniformity of the dispersions on the 
surface, without adequate wetting and even run off 
because of low viscosities. All of these negative 
results are overcome by impacting a stream of the 
dispersion on the surface of the substrate. When 
achieving the desired results, the stream of latex 
from the airless spray nozzle is just on the verge of 
breaking-up or has broken-up into fibrils or fila- 
ments, or even droplets which have not fully con- 
tracted to their atomized state, such that the stream 
reaches the substrate surface with a force to cause 
phase inversion on the surface, not before. Thus, 
"stream" of aqueous polymer dispersion as it is used 
herein means continuous liquid, broken filaments or 
fibrils, or even droplets, providing that the force 
with which the stream impacts the surface is suffii- 
cient to invert the dispersion into a gel layer which 
serves as the inter facial layer as developed above. 
If phase inversion is achieved upon leaving the nozzle 
before reaching the surface, then* the coating will be 
pebbly or mottled and uniform coalescence of the wet 
coating will be lost along with good barrier proper- 
ties of the dried coating. Correspondingly, if phase 
inversion does not occur at all upon spraying, then 
25 poor results are similarly achieved. In contra- 
distinction, when the force is sufficient to impact 
the stream of stabilized dispersion of polymer for 
selective destabilization at the surface, then the 
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beneficial results of this invention are achieved, - 
i.e., the gel layer forms which serves as the interfacial 
layer between the substrate and the overlying polymer 
dispersion. From such a coating structure it has been 
found there results excellent wet adhesion of a superior 
coating which in turn may be dried and coalesced into a 
continuous film which is bound to the substrate. 

The preferred embodiment of the present invention 
thus provides a clear, uniformly transparent PVDC 
barrier coating on PET containers. The PVDC coating 
material is applied to a thickness sufficient to meet the 
requirement that the loss of pressure from the container 
be less than or equal to 9 psig beginning from 60 psig 
over 16 weeks or more with the containers being held at 
23°C (73®F) , 50% r.h. It has been reported in a paper 
authored by Phillip T. DeLassus, Donald L. Clarke and . 
Ted Cosse of the Dow Chemical Co. of Midland, Michigan 
entitled "Saran Coatings on PET Bottles: Application, 
Permanance and Recycle" that a PVDC coating having a 
thickness' in the range of about .1 to .2 mils (about 
2 1/2 to 5 microns) is sufficient to meet such a 
specification. A presently preferred range of coating 
thicknesses is about 2 1/2 to 12 microns and preferably 
about 8 to 9 microns. 

In operation, the present invention is 
amenable to the coating of containers either in a 
batch process or in a continuous process where a line 
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of continuously moving containers are coated and dried. 
Moreover, alternative means can be provided for exposing 
the outside surface of the containers to be coated to the 
airless spray stream of PVDC coating material . One means 
5 is to rotate the container in front of one or more air- 
less spray nozzles to achieve complete coating of the 
outside surface to be coated. Another method is to have 
a number of nozzles oriented such that the total outside 
surface area of the container to be coated is impacted 

lO by the material without rotation of the container. 
: Among the many advantages of the preferred 

embodiment of the present invention is that it admits of 
a highly efficient and relative high production rate 
process for applying PVDC coatings to PET bottles such 

15 as by moving a line of PET containers 4:hrough a continuous 
coater at coating rates of 300 bottles per minute or 
greater. This operation is carried out inside of an 
enclosure where overspray is collected and returned to 
be repvimped to the spray nozzles with 95+% transfer 

26 efficiency. The resulting coatings are substantially » 
gas impermeable, clear, smooth, uniformly transparent, 
and do not contain any cracking or crazing and are not 
siibject to delamination. All in all, the present 
invention provides a process for coating plastic 

25 substrates, especially PET bottles with PVDC barrier 
coatings to provide coatings having superior physical 
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properties, which process can be carried out at 
production rates suitable for conunercial applications. 

The invention will now be described, by way of 
example, with reference to the accompanying drawing, 

5 in which:- 

Fig. 1 is a photograph of an experiiiKhtal 
apparatus showing the coating of a PET bottle aocorfling 
to the present invention. 

Fig. 2 is a photograph similar to Fig. 1 
10 showing the PET bottle 15 seconds after coating and 
before drying of the coating. 

Fig. 3 is another photograph of the same 
experimental apparatus shown in Figs. 1 and 2 but 
Showing coating of a PET bottle with the bottle spaced 

15 from the spray nozzle. 

Fig. 4 is a photograph comparing the appear- 
ance of bottles coated according to the methods shown 
in Figs. 1 and 2 and that shown in Fig. 3. 

Fig. 5 is a graph illustrating the drying 
20 process for the impact gel/emulsion-two layer wet 
coating of this invention. 

in one of its general aspects, the process 

airless spray nozzles for coating 
contemplates usxng axrJ-ess sptay 
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of PET containers or bottles at room temperatures with 
aqueous dispersions of a polyvinylidene chloride 
copolymer. As used herein, the term "dispersion- 
encompasses an emulsion, solution or latex and denotes 
a fine dispersion of a polymer, e.g., on the order of 
1000 to 2000 Angstroms in size, dispersed in a con- 
tinuous phase consisting essentially of water. 
Typically, the percentage of polymer solids in the 
dispersion is on the order of 40 to 60% solids by 
weight. Examples of such a copolymer emulsion suit- 
able for use in the present invention are DARAN 820 
sold by W. R. Grace & Company, Chemical Division, 
Baltimore, Maryland; Dow XD30563.2 sold by Dow Chemi- 
cal Company, Midland, Michigan; Morton Serfene 2011 
sold by Morton Chemical Company, Crystal Lake, 
Illinois; and Union P-931, sold by Union Chemical . 
Division of the Union Oil Company, Anaheim, Cali- 
fornia. Each of these latices are copolymers of 
vinylidene chloride in a substantial amount with minor 
amounts of the comonomers lower alkyl (methyl or 
ethyl) acrylate and acrylonitrile. These polymers 
typically include 99 to 70% by weight, preferably 69 
to 75% by weight, of vinylidene chloride and 1 to 30% 
by weight, preferably 4 to 25% by weight of at least 
one acrylic or methacrylic monomer, and as an optional 
component, other ethylenically unsaturated monomer in 
an amount of up to 100 parts by weight, preferably 50 
parts by weight, per 100 parts by weight of the total 
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amount of said vinylidene and acrylic nioncmers. 
Examples of these last mentioned polymers include: 
vinylidene chloride/acrylonitrile copolymer, vinyl- 
idene chloride/acrylonitrile/methacrylonitrile copoly- 
5 mer, vinylidene chloride /methacrylonitrile copolymer, 
vinylidene chloride/acrylonitrile/glycidyl acrylate 
copolymer, vinylidene chloride/acrylonitrile/glydicyl 
methacrylate copolymer, vinylidene chloride/- 
acrylonitrile/acrylic monoglyceride copolymer, vinyli- 
lO dene chloride /ethyl acrylate/glycidyl acrylate copoly- 
mer, vinylidene chloride /methyl methacrylate/ sty rene 
copolymer, vinylidene chloride/acrylonitrile/styrene 
copolymer, vinylidene chloride/ acrylonitrile/tri- 
chloroethylene copolymer, vinylidene chloride /aery lo- 
15 nitrile/vinyl chloride copolymer, vinylidene chlor- 
ide /aery lonitrile/methacry lie monoglyceride /trichloro- 
ethylene copolymer, and vinylidene chloride/- 
methoxyethyl aery late/methyl aerylate/triehloro- 
ethylene copolymer. As other examples of coating 
20 polymer latices or dispersions, there may be mentioned 
latices based on sty rene /butadiene or styrene/alkyl 
acrylate copolymers which have a high styrene content 
and preferably comprise more than 60% of styrene 
units; alkyl or aryl esters of unsaturated carboxylic 
25 acids, such as aerylates and methaerylates ; unsatu- 
rated nitriles such as acrylonit.rile and methacrylo- 
nitrile; vinyl halides, such as vinyl chloride and 
vinyl bromide, and on vinylidene chloride; vinyl 
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acetate. Polyvinylidene chloride latices are of 
particular value because they contribute significantly 
to the impermeability and have a good adhesion and a 
good appearance. The proportion of vinylidene chlor- 
ide in the copolymers is preferably greater than about 
70% and the other monomers can be, for example, vinyl 
chloride, acrylates or methacrylates, or unsaturated 
organic acids such as acrylic, methacrylic, itaconic 
and fvunaric acids. 

The plastics used as a support or substrate 
for the coating compositions comprise, for example, 
polyolefins such as high and low density polyethylene 
and polypropylene, polystyrene and styrene/acrylo- 
nitrile copolymers, polyvinyl chloride, vinyl chloride 
copolymers, polycarbonates, polyacetals, polyamides 
and polyesters such as poly (glycol terephthalates) . 
Optional plastic bottles formed from a melt-moldable 
thermoplastic resin by injection molding, blow 
molding, biaxially drawing blow molding or draw 
forming can be used as the plastic bottle substrate, 
for example, low density polyethylene, medium density 
polyethylene, high density polyethylene, polypro- 
pylene, olefin type copolymers such as ethylene/pro- 
pylene copolymers, ethylene /butene copolymers, iono- 
iners, ethylene/vinyl acetate copolymers and ethylene/- 
vinyl alcohol copolymers, polyesters such as poly- 
ethylene terephthalate, (peT) , polybutylene tere- 
phthalate and polyethylene terephthalate/isophthalate. 
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polyamides such as nylon 6> nylon 6,6 ond nylon '6,10, 
polystyrene, styrene type copolymers such as styrene/- 
butadiene block copolymers , styrene/acrylonitrile 
copolymers , styrene /butadiene /aery lonitrile copolymers 
(ABS resins) , polyvinyl chloride , vinyl chloride type 
cojpolymers such as vinyl chloride /vinyl acetate 
copolymers, pblymethyl methacrylate and acrylic 
copolymers such as methyl methacry late/ethyl acrylate 
copolymers, and polycarbonate. 

Some material compositions may have a 
surface tension such that wetting of the substrate is 
difficult. In such instances, pretreatment by methods 
known by those skilled in the art including flame 
treatment and corona discharge will enhance wetting. 
The coating is applied to the exterior of the PET 
containers by positioning the containers in close . 
proximity to one or more airless spray nozzles and 
impacting the surface of the containers with a stream 
of the dispersion ejected from the airless spray 
nozzTes. It is desirable to maintain the relative 
humidity in the area of the container being coated at 
greater than 90%. This may be accomplished, for 
example, by spraying the walls of the coating chamber 
with water or by injecting steam into the coating area 
through one or more nozzles. In continuous coaters 
where the over spray is collected and repuraped to the 
nozzles, additional water would dilute the coating 
material. Thus, it is desirable to spray the emulsion 
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itself against v^alls of the chamber or into the ' 
coating area in addition to impact spraying the 
bottles during the coating operation to maintain the 
desired relative hximidity in the enclosure without 

5 dilution of the PVDC coating material. Kozzle 

pluggfing is also minimized by maintaining the desired 
relative humidity in the coating enclosure. 
Maintaining the relative humidity above 90% keeps the 
coating from drying too quickly in the coating 

lO enclosure and thus minimizes the formation of 

microcracks in the coating. Microcracks provide 
avenues for the migration of gases through the coating 
and can cause non-transparency of the coating. Micro- 
cracks thus are to be avoided. 

During the coating operation the bottles may 
be rotated, e.g., at speeds of 500 rpm, up to 1500. 
rpm, to insure complete coverage of the outside 
surface of the bottles with the liquid coating 
material being impact sprayed from one or more fixed 

20 spray" nozzles. Also, the nozzles could be mounted oh 
movable arms such that they could be moved to cover 
the surface of a series of non-rotating bottles. 
Still, further, a number of fixed nozzles pointed in 
different directions could be used again to achieve 

25 complete exposure of the bottle surface to be coated 
to the liquid stream or impact spray. 

Whatever the apparatus employed, it is 
critical to achieving high quality, uniformly 
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transparent PVDC coatings on PET bottles that the PVDC 
stream or impact spray contact the bottle with a force 
sufficient to initiate uniform coalescence of the 
polymer, i.e., to form the gel layer and to form a 
5 uniform coating having the desired properties recited 
above. In an airless spray application system, it has 
been found that the impacting force of the liquid 
spray or stream on the bottle surface is a function of 
the hydraulic pressure, nozzle size, rotational speed 
10 of the bottle, if any, and the spacing distance of the 
bottle surface to be coated from the nozzle surface. 
All other variables being equal, it has been found 
that by locating the bottles physically in close 
proximity to the nozzles that excellent results can be 
15 achieved. 

This discovery is demonstrated by and can be 
further appreciated from the following examples. 

EXAMPLE I 

Referring to Fig. 1, a 1/2 liter bottle 10 
20 was mounted vertically on a spindle 12 which extended 
into a spray coating chamber 14. The bottle 10 was 
held at its open end by threading the cap end of the 
bottle 10 into an end cap 16 mounted on the end of the 
spindle 12. Two airless spray nozzles 18 and 20 were 
25 mounted in the wall of the spray coating chamber 14. 
These nozzles were two 6/12 nozzles. Part No. 710244 
manufactured by Nordson Corporation of Amherst, Ohio. 



0099727 

-23- 

These nozzles operate at .06 gallons per minute ' (as 
measured with a water flow rate of 500 psig) and 
produce a 12-inch wide fan 10 inches away from the 
nozzles. The nozzles were operated without 
restrictors. The upper nozzle 18 was pointed lO** 
below the horizontal and the lower nozzle 20 was 
pointed 8«» above the horizontal such that the nozzle 
openings were spaced vertically one from another about 
4 1/2". This arrangement produced a stream of 
dispersion substantially perpendicular to the bottle 
surface and a strip of coating application area about 
1 inch wide from top to bottom of the bottles, which 
were about 7 inches in height, with an overlap of 
about 1 inch at the middle of the bottle. The bottles 
10 were rotated at 500 rpm by rotating the spindle 12, 
and the nozzles 18 and 20 were actuated 200 
milliseconds for application of the spray coating 
material . 

To demonstrate the effect of locating the 
bottles in close proximity to the nozzles, a series of 
tests were run with bottles spaced various distances 
from the nozzles. Fig. 1 shows the bottle being 
impact sprayed with a stream of emulsion. The bottle 
is located at a distance of 2 1/2 inches from the 
nozzles, which is within the, practice of the present 
invention, using W. R. Grace No. 820 PVDC emulsion 

above, a pressure of 650 psig, 200 
millisecond exposure, and 500 rpm rotation speed. 
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Fig. 2 shows the bottle 15 seconds after 
coating and before drying of the coating • At this 
stage the bottle has a wet layer of emulsion 
substantially uniformly coated on it. This layer is 
5 normally about 4 to 24 microns thick. It has been 
determined that the structure of this layer is 
critical to the conduct of this invention. This 
structure consists of a thin gel film of the polymer 
at the interface of the coating and the bottle and 
lO this gel film is characterized by a substantially ; 
continuous film of polymer which no longer exists as 
discrete particles. As the structure of the emulsion 
layer is developed outwardly from the surface of the 
bottle, the gel layer is transformed into an upper 
15 layer of emulsified or dispersed polymeric particles. 
It has been determined that the thin gel layer 
performs at least two essential functions. The gel 
layer at the interface of the bottle enables the 
coating film to adhere to the surface of the bottle 
20 substrate and it establishes a foundation upon which a 
barrier coating having the substantially superior 
properties of this invention may be produced. Upon 
controlled drying, preferably radiant heating, the 
gelation of the upper layer is completed whereby the 
25 polymeric film foundation which has been established 
at the interface is built upon until the entire 
uppermost part of the coating is in a gel state of the 
same nature as the underlying inter facial layer. The 
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exact mechanism whereby the entire coating is ' 
converted into a gel is not completely understood but 
it occurs upon quickly drying the coating. However, 
it has b^en established that the gel layer is essen- 
5 tial in order for the coating to adhere to the surface 
of the bottle without run-off or detrimental sagging 
to enable the complete gelation to be effected as 
water is continuously removed from the wet layer of 
the coating. At the end of the drying cycle when 
lO nearly all of the water is lost from the gel state of 
the coating, coalescence of the polymeric particles 
and coating composition into a film is achieved. Fig. 
5 is a graph of the drying process for the impact 
gel/emulsion two-layer wet coating of the invention. 

^^9* 3 shows a second bottle 22 located 4 
1/2 inches from the nozzles 18 and 20 during the 
coating operation, all other conditions being the 
same. Comparing Fig. l to Fig. 3, the impact of the 
stream of emulsion material on the surface of the 
20 bottle 10 in Fig. 1 was significant compared to that 
shown in Fig. 3. That is, in Fig. 1, the stream of 
aqueous dispersion emanating from the spray nozzles 
could be characterized as a vigorous "scrubbing" or 
"washing" of the surface of the bottle 10, while in 
25 the arrangement shown in Fig. 3, the bottle surface 
was exposed to what was closer to a soft mist. m 
other words, spraying of emulsion latices or 
dispersions as suggested in the prior art techniques 
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which leads to an atoirdzation of the aqueous 
dispersion is represented by Fig. 3 and such is 
completely unsatisfactory in order to achieve the 
advantages of this invention. It has been found that 
3 it is essential that a stream of the aqueous 

dispersion bd directed at the substrate and impact 
thereon, with significant force so that the emulsion 
coating is destabilized at the interface with the 
bottle so as to form gel film solids of the emulsion 
10 at the interface as pointed out above. Spraying as 

that term is understood by a person of ordinary skill 
conveys the connotation of atomization. Atomization 
or coating in its traditional context does not provide 
the sufficient impact force within which the essential 
15 inter facial gel layer is achieved. While the airless 
spray nozzles have been employed to achieve the 
results of this invention as described hereinabove 
along with the photographic figures of this 
application, it has been demonstrated empirically by 
20 following the description of the operating examples^ 

that atomization or spraying in the classical sense of 
the prior art as demonstrated by Fig. 3 does not 
produce the significant impact in order to create the 
essential interfacial gel layer which initiates 
25 destabilization of the emulsion which may then 

importantly serve as a foundation for the complete 
gelation of the entire coating upon controlled drying 
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which will in turn lead to ultimate complete : 

coalescence of the polymeric film solids. 

With reference to Fig. 1 and particular 

attention to the stream of polymeric emulsion as it 

immediately exits from the airless spray nozzle, the 

stream is essentially continuous for a short distance 

as it exits from the nozzle and may be characterized 

as a sheet of liquid perhaps on the order of about 0.5 

to about 1 inch in length. There is no break-up as 

the sheet of liquid initially exits from the nozzle, 

but thereafter for a distance of up to about 1.5-2 

inches break-up occurs. As break-up occurs, the sheet 

of liquid is destroyed into fibrils or filaments which 

in turn, as the stream projects farther from the 

nozzle, are further atomized into drops. It has been 

found that the results of this invention can be 

achieved employing the nozzle of Example 1 under 

similar conditions as low as a distance of 

approximiately 1 inch between the nozzle and the bottle 

substTrate. At this distance of approximately 1 inch 

» 

under the conditions, the stream of liquid is just 
starting to break up, and over the next 1 1/2 inches 
or up to the distance of about 2 1/2 inches as 
demonstrated in Fig. 1, the stream is mostly comprised 
of fibrils or filaments and not atomized particles. 
At this distance of about 2 1/2 inches, the preferred 
operation of this invention is achieved. As the 
substrate is further spaced apart as developed above 
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and represented by Fig. 3, the particles become / 
atomized and they do not impact on the target, nor is 
the hydraulic scrubbing or washing of the bottle 
surface effected so as to achieve the interfacial gel 
5 film which is essential to the principles of this 

invention. Applicants do not wish to be limited to, 
nor do the operating principles of this invention 
require, any particular point at which the stream 
emanating from the nozzle is either in a continuous 
10 liquid, fibril or dispersed particle state. The 

significant point is that the impact of the stream on 
the surface achieves the interfacial gel layer 
critical to achieving the advantages of this 
invention. Whereas spraying of emulsion according to 
15 prior art techniques may have been suggested, it is 

submitted that spraying to achieve an atomized state, 
applicants have demonstrated, does not provide the 
necessary impacting or hydraulic scrubbing of the 
surface with the emulsion to initiate destabilization 
20 of the emulsion and provide the gel film of polymeric 
coating at the interface of the bottle. Wherefore 
applicants believe they have discovered a new method 
of applying a barrier coating by impacting a stream of 
aqueous polymeric dispersion on the bottle surface. 
25 Figs. 1-3 visually demonstrate the differing 

effect of locating the bottle to be coated in close 
proximity to the nozzle such that the surface is 
actually impacted with the airless spray stream as 
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opposed to locating it a distance away where, although 
the spray contacts the bottle surface, there is 
insufficient impacting force or shear to initiate 
uniform coalescence of the polymer coating. The terms 
5 "initiate uniform coalescence" are intended to convey 
in this description the formation of the gel film at 
the interface of the bottle upon impact with the 
aqueous polymeric dispersion* In other words, they 
are inherently describing the same phenomenon that has 
lO occurred as a result of following the procedures of 
Example 1 and as illustrated in photographic Fig. 1. 

The results of various test runs comparing 
the surface appearance of 1/2 liter bottles coated at 
different distances are set forth in the Table below. 
15 In each case the coating was dried to a tack- free or 
dry to the touch state by radiant heating by 
continuing rotation of the bottle over a hot plate. 
The hot plate was heated to a surface temperature of 
about 600**F under ambient humidity of the room and the 
20 bottl'es were held about 3.5" to 4" above the plate 

surface' with rotation on their sides at about 10 to 60 
rpm. Thermocouples centered 3 and 4 inches above the 
plate surface yield 158**F and 149**F, respectively. 
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Ref erring to Table I, it may be seen that 
test samples A and B which were located in relatively 
close proximity to the spray nozzles^ i.e., at about 2 
1/2 inches, had excellent, uniformly transparent PVDC 

5 coatings which were superior in appearance and 

uniformity. Sample C, also located at 2 1/2 inches 
from the nozzle had a slightly poorer appearance which 
is attributable to the substantially lower nozzle 
pressure and thus lower impacting force of the spray 
or stream as compared to Samples A and B. All had 
good coating weights. For a 1/2 liter bottle, the 
area to be coated is about 55 square inches. The 
density of the PVDC material was about 1.6. Uniformly 
applied, a 400 mg coating thus translates to a 

15 thickness of about 8 microns which is within the scope 
of the present invention. 

When the bottles were moved away from the 
nozzles as in Samples D-I the coating quality became 
progressively worse. 

* For example, comparing Sample A with Sample 

G, the nozzle pressures and exposure times were the 
same, but Sample A which was located 2 1/2 inches from 
the nozzle had a superior coating while Sample G 
located 6 1/2 inches from the nozzles was 

25 unacceptable. It should be recognized that any 

appearance below a 9 is not commercially acceptable. 
Thus, Sample D, which was located 4 1/2 inches from' 
the nozzle (a location illustrated by Fig. 3) was 
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commercially unacceptable even though coated at 'the 
same nozzle pressure and exposure time as Sample A and 
having relatively good coating weight. 

In summary, the foregoing Table shows that 
sample bottles located 2 1/2 inches from the nozzles 
operating at pressures from 350 to 750 psig showed 
excellent to superior results. Sample bottles 
displaced from the nozzles 4 1/2 to 6 1/2 inches had 
vastly inferior coatings which would be commercially 
unacceptable in terms of coating quality. 

In explanation of these results, it is 
believed that when the bottle is located in close 
proximity to the airless spray stream nozzle that the 
force of the airless spray of material impacting on 
the bottle surface is greatest. It is believed that 
this force creates a shear on the polymer coating . 
material as it impacts the surface of the bottle which 
is believed to be critical to the initiation of 
uniform coalescence of the polymer particles which in 
turn is critical to achieving a uniform polymer 
coating. The action of the spray on the bottle can be 
variously described as "hydraulic scrubbing" or a 
"shearing" action; but, nevertheless, the impacting of 
the coating on the surface of the bottle has been 
found critical to achieving the results achieved by 
the present invention. Inherently in the practice of 
the process as indicated above, a gel layer or film is 
formed at the interface of the coating and the bottle 
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as a result of the impacting of the stream of emulsion 
on the bottle surface. A person of ordinary skill in 
this art, therefore, following the specific examples 
in this invention would be able to ascertain the 
5 necessary parameters in order to practice its 

principles. Upon microscopic examination on the order 
of 500 to 1000 times, the gel film or layer of solids 
coating material is ascertainable. This enables the 
emulsion to stick or adhere to the bottle substrate 
10 and serve as the foundation for the complete gelation 
of the film followed by complete coalescence to 
achieve the uniformity and trajpsparency required for 
excellent barrier properties. 

The importance of coating quality can be 
15 appreciated by referring to Fig. 4 wherein two 1/2 

liter bottles are compared side-by-side. The bottle 
on the left was coated at a distance of 2 1/2 inches 
from the nozzle while the bottle on the right was 
located at a distance of 4 1/2 inches. The letter "A" 
2o is located behind each bottle such that the viewer 

must look through the bottle to see the letter. As is 
clearly apparent, the bottle on the left has a highly 
uniformly transparent coating while that on the right 
has a coating which is mottled and non-uniform and one 
25 that is commercially unacceptable. 

As stated above, it will be appreciated that 
the range of distances at which the bottle can be 
placed is a function of nozzle size, the pressure of 
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the spray stream, the coating time and rotational- 
speed of the bottle. However, it has been found 
critical that the relation of these variables to the 
distance the bottles are spaced away from the spray 

5 nozzle be such that the force of the stream of 

emulsion on the bottles is sufficient to initiate 
uniform coalescence of the polymer coating material. 
For instance, the revolution of the bottle may range 
from 500 up to 1500 rpm. As the gel has completely 

JO formed on thie bottle by effecting a build up of 

coating weight under conditions exemplified by the 
above Examples, the coating has been found to be 
limiting, i.e., streaming of the dispersion around the 
bottle occurs. This demonstrates that the gel layer 

15 is functioning to cushion against the further 
formation of gel and that there is a layer of 
stabilized dispersion on the gel layer. Further 
impacting the stream substantially perpendicularly, 
rather than tangentially, to the arcuate bottle 

20 surface provides the results. 

EXAMPLE II 

To further illustrate the principles of this 
invention, a latex of vinylidene chloride/lower alkyl 
acrylate and aery loni trile (Union M3-153) was impact 
25 coated employing the apparatus above described in 
connection with Fig. 1. The latex had a specific 
gravity of 1.190 and about 40% solids. The main 
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cheraical polymeric content of the copolymer was 
qualitatively confirmed by infrared spectra, and the 
monomer percents are like the typical amounts listed 
at page 15. Using the airless nozzle apparatus 

5 described in connection with Fig. 1 example, 12 PET 
bottles were sprayed at a proximity of about 2 1/2" 
between the nozzle arrangement and the bottles. The 
spray occurred substantially perpendicularly to the 
arcuate surface of the bottles at a nozzle pressure of 

lO about 650 psig, 200 millisecond exposure and 600 rpm 
rotation speed. it is necessary in order to coat the 
bottle employing the impact process to provide two 
complete revolutions of the bottle. Under the 
conditions of this example, the 600 rpm was equal to: 

15 Z revolutions 1000 milliseconds ^ 60 seco nds 
200 mxlliseconds ^ i second ^ 1 minute 

Coating weights of between about 400 and 470 were 
achieved for the 12 bottles. A 400 milligram coating 
translates to a thickness of about 8 microns, as 

20 indicated above. After coating the bottle, the wet 
coating was dried over a radiant hot plate having a 
surface temperature of about 600"F for about 1 1/2 
minutes where the bottle was rotated in a horizontal 
plane about its horizontal axis a distance of about 3 

25 1/2 inches above the hot plate at a rate of between 10 
and 60 rpms. Thermocouples centered 3 and 4 inches 
above the plate surface yield 158"F and 149°F, respec- 
tively. Bottles coated under these conditions had a 
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rating of 10 which qualitatively meant they would be 
conunercially acceptable as providing a uniformly 
transparent coating having the characteristics and 
excellent quality as represented by the acceptable 
5 bottle in photographic Fig. 4. The coating process 

was conducted in such a manner that a thin gel film of 
the polymer was produced at the interface of the 
coating with the bottle • As the structure of the gel 
layer is developed outwardly from the surface of the 
lO bottle, it is surmounted by an upper layer of 

dispersed polymeric particles. The appearance of the 
wet bottle at this stage is essentially the same as 
that shown in Fig. 2 approximately 15 seconds after 
coating and before drying of the coating. The thin 
15 gel layer performed the essential functions of uniform 
adhesion of the dispersion in the wet state of the 
coating and, upon controlled drying with radiant heat, 
the unifojonly transparent barrier coating was 
obtained. The polyethylene terephthalate bottle was 
20 obtained having a smooth, uniform, uniformly 

transparent, substantially crack and craze-free 
polymer coating on the outside surface thereof, said 
coating having a gas-impermeability such that a bottle 
having an internal pressurization of 60 psig loses 9 
25 psig or Insn pressurization over a 16-week period at 
23''C. 



EXAMPLE III 



Another group of bottles was processed 
according to the identical procedures of EXAMPLE ll 
except that the drying of the wet film was conducted 
with oven convection heat for approximately 3 minutes 
at 160 at a relative humidity of 1%. Upon 
comparison of the bottles processed according to 
EXAMPLE II with those of EXAMPLE III, it was 
determined that the relatively short radiant heat 
technique as opposed to the convection heating 
provided the best shelf life. Accordingly, the 
radiant heating technique is the preferred technique 
for completing the gelation of the wet film and 
collapsing it to a uniformly transparent barrier 
coating. 

EXAMPLE IV 

To further illustrate the principles of this 
invention, a latex of vinylidene chloride/lower alkyl 
acrylate and acrylonitrile (Morton Serfene 2011) was 
impact coated employing the apparatus above described 
in connection with Fig. 1. The latex had a specific 
gravity of 1.195 and about 40% solids. The main 
chemical polymeric content of the copolymer was 
qualitatively confirmed by infrared spectra, and the 
monomer percent s are like the typical amounts listed 
at page 15. Using the airless nozzle apparatus 
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described in connection with Fig. 1 example, 12 PET 
bottles were sprayed at a proximity of about 2 1/2" 
between the nozzle arrangement and the bottles. The 
spray occurred substantially perpendicularly to the 
5 arcuate surface of the bottles at a nozzle pressure of 
about 650 psig, 200 millisecond exposure and 600 rpm 
rotation speed. Coating weights of between about 400 
and 470 were achieved for the 12 bottles. A 400 
milligram coating translates to a thickness of about 8 
10 microns, as indicated above. After coating the 

bottle, the wet coating was dried over a radiant hot 
plate having a surface temperature of about 600 *F for 
about 11/2 minutes where the bottle was rotated in a 
horizontal plane about its horizontal axis a distance 
15 of about 3 i/2 inches above the hot plate at a 

rotational speed between 10 and 60 rpms. Thermo- 
couples centered 3 and 4 inches above the plate 
surface yield 158*'F and 149^F, respectively. Bottles 
coated under these conditions had a rating of 10 which 
20 qualitatively meant they would be commercially 
acceptable as providing a uniformly transparent 
coating having the characteristics and excellent 
qviality as represented by the acceptable bottles in 
photographic Fig. 4. The coating process was 
25 conducted in such a manner that a thin gel film of the 
polymer was produced at the interface of the coating 
with the bottle. As the structure of the gel layer is 
developed outwardly from the surface of the bottle, it 



is surmounted by an upper layer of the remaining 
dispersed polymeric particles. The appearance of the 
wet bottle at this stage is essentially the same as 
that shown in Pig. 2 approximately 15 seconds after 
coating and before drying of the coating. The thin 
gel layer performed the essential functions of 
adhesion of the dispersion in the wet state of the 
coating and, upon controlled drying with radiant heat, 
the uniformly transparent barrier coating was 
obtained. The polyethylene terephthalate bottle was 
obtained as set forth in EXAMPLE II. 



EXAMPLE V 



Another group of bottles were processed 
according to the identical procedures of EXAMPLE IV 
except that the drying of the wet film was conducted 
with oven convection heat for approximately 3 minutes 
at laO-lSS'T at a relative humidity of 1%. Upon 
comparison of the bottles processed according to 
EXAMPLE III with those of EXAMPLE IV, it was 
determined that the relatively short radiant heat 
technique as opposed to the convection heating 
provided the best shelf life. Accordingly, the 
radiant heating technique is the preferred technique 
for completing the gelation of the wet film and 
collapsing it to a uniformly transparent barrier 
coating. 
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CLAIMS ; , 

1. A method of coating a substrate with a uniform 

pDlymeric coating comprising providing a substrate having 
a surface to be coated, impacting the surface with a 
stream of a stabilized dispersion of polymer in water, 
initially forming on the surface a gel coating layer 
bonded to the surface and caused by destabilization of 
the dispersion upon said impact, thereafter continuing 
to expose the gelled coating layer to the stream of 
stabilized polymer dispersion to produce a wet integral 
coating including a covering layer of polymer dispersion 
completely covering the gel layer, the gel layer serving 
as an interf acial layer to adhere the covering layer of 
polymer dispersion to the substrate, heating the wet 
integral coating to form a substantially completely 
gelled coating throughout its thickness on the surface, 
and further heading the gelled coating to coalesce the 
polymer into a substantially uniform coating on the 
substrate . 

2. A method as claimed, in Claim 1 wherein the 

substrate is a performed plastic article of polyethylene 
terephthalate and wherein the polymer of the stabilized 
dispersion is a copolymer of vinylidene chloride. 
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3 . A method as claimed in Claim 2 wherein the 
copolymer contains other copolymerized monomers 
selected from the group consisting of a lower alkyl 
acrylate, acrylonitrile and acrylic acid, and mixtures 
thereof . 

4. A method as claimed in any preceding claim 
wherein the substrate is rotated during the impacting and 
formation of the wet integral coating. 

5. A method as claimed in any - preceding claim 
wherein the heating to form the substantially completely 
gelled coating and/or further heating of the gelled 
coating to coalesce the polymer is conducted by radiant 
heating means. 

6. A method as claimed in any preceding claim 
wherein the wet integral coating is subjected to drying 
for a period of time from about 1 to about 2 minutes. 

7. A method as claimed in any preceding claim 

wherein the stream is impacted on the surface by means 

of an airless spray nozzle which directs the stream at^ 

an angle substantially perpendicular to the substrate 
surface . 

8. A method as claimed in any preceding claim . 
wherein the polymer is a copolymer which consists essen- 
tially of 99 to 70% by weight of vinylidene chloride 
and 1 to 40% by weight of at least one acrylic or meth- 
acrylic monomer and further including up to lOO parts by 
weight of at least one member selected from other 
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ethylenically unsaturated monomers per ibo parts by 
weight of the total amount of the first two monomers. 

9. A method as claimed in any preceding claim 
wherein the heating is controller by hot air drying the 
coating in an atmosphere of 20~90% relative humidity. 

10. A plastic substrate having a smooth, uniform, 
uniformly transparent, gas barrier coating of a copolymer 
of vinylidene chloride thereon as made by the method as 
claimed in any preceding claim. 

11 • A polyethylene terephthalate bottle having a 

smooth, uniform, uniformly transparent, substantially 
crack and craze-free polymer coating on the outside 
surface thereof, said coating having a gas barrier 
property such that a bottle having an. internal 
pressurization of 60 psig loses 9 psi^ or less 
pressurization over a 16-week period at 23^C, 50% r.h. 
as. .nade by the method as claimed la any one of Claimo 
1 to 9. 
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12. An apparatus for coating a substrate with a 

polymer coating comprising spray nozzle means for dis- 
pensing a stream of a stabilized dispersion of polymer 
in water, means for actuating the nozzle means to 
5 dispense the stream, means for locating the substrate 

in proximity to the nozzle means such that on actuation 
of the nozzle raeang said stream impacts on the surface 
initially forming a gel coating layer bonded to the 
surface and caused by destabilization of the dispersion 
lO upon impact, thereafter the nozzle means continues to 
expose the gelled coating layer to the stream of 
stabilized polymer dispersion to produce a wet integral 
coating including a covering layer of polymer dispersion 
completely covering the gel layer, the gel layer serving 
15 as an interfacial layer to adhere the covering layer of 
polymer dispersion to the substrate, and means for 
heating the wet integral coating to form a siabstantially 
completely gelled coating and to coalesce the polymer into 
a siabstantially uniform coating onto the substrate. 
20 13. An apparatus as claimed in Claim 2 further com- 

prising means for rotating the substrate during actuation 
of the nozzle means. 
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14. An apparatus as claimed in either Claim 12 or 
13 further comprising means to collect overspray in the 
apparatus and return it to the nozzle means. 

15. An apparatus as claimed in any one of Claims 

12 to 14 including means for relative hvimidity control. 
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